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(54) IVIETHOD FOR GENERATING IVIOISTURE, REACTOR FOR GENERATING MOISTURE, 
METHOD FOR CONTROLLING TEMPERATURE OF REACTOR FOR GENERATING 
IMGISTURE, AND METHOD FOR FORMING PLATINUM-COATED CATALYST LAYER 



(57) The invention further reduces a size and cost of 
a reactor for generating water from oxygen and hydro- 
gen, provides high-purity water in an amount necessary 
for practical use safely, stably and continuously, and 
allows a plat'num-coated catalyst layer formed on an 
inner wail of a reactor body to maintain high catalytic 
activity over a long period of time. Specifically, the reac- 
tor comprises a body made of a heat-resistant material 
and having an inlet and an outlet for water/moisture gas, 
has a gas-diffusing member provided in an internal 
space of the body and ttas a platinum coating on an 
internal wall surface of the body Hydrogen and oxygen 
fed from the inlet is diffused by the gas-diffusing mem- 
ber and then comes into contact with the platinum coat- 
ing to enhance reactivity, thereby producing water from 
hydrogen and oxygen. A temperature of the reactor for 
generating moisture, wherein hydrogen is reacted with 
oxygen at a high temperature to generate moisture, is 



held to be below an ignition temperature of hydrogen or 
a hydrogen-containing gas so that hydrogen is reacted 
with oxygen while preventing explosive comtxistion of 
hydrogen and oxygen. The platinum-coated catalyst 
layer on the internal wall of the reactor body is formed 
by treating the surface of the internal wall of the body, 
cleaning the treated surface, forming a barrier coating of 
a nonmetallic material of an oxide or nitride on the wall 
surface, and forming the platinum coating on the banier 
coating. 
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Description 

OELD OF THE IMVENTION 

6 The present invention is primarily used in semiconductor manufacturing facilities. More specifically, the present 
invention is used for supplying v^ater when silicon dioxide film is affixed a so-called water oxidation method (or steam 
oxidation method) using a process chamber. 

DESCRIPTION OF THE PRIOR ART 

TO 

For example, for affixing a silicon oxide film by the water oxidation method in semiconductor manufacture, high- 
purity water is required. 

Consequently, for a conventional affixing of a silicon oxide film, as shown in Fig. 52. a process in which hydrogen 
gas Hg and oxygen gas O2 are allowed to combust in a quartz furnace 50 has been extensively used in which water 
1$ generated by the combustion of these two gases is fed into semiconductor manufacturing equipment: and the oxide film 
is fonned on the Si wafer surfoce. 

In Fig. 52, numeral 51 designates a hydrogen gas nozzle, 52 a Si chip for ignition held in a vicinity of a top side of 
the hydrogen gas nozzle 51 . and 53 is a heating lamp for heating the Si chip 52. A vicinity at a tip end of the hydrogen 
gas nozzle 51 inside the quartz f urance attains a high tenperature from about 1 800*C to 2000**C due to flames of com- 
20 bustion. In addition, an amount of oxygen gas supplied to the quartz furnace 50 is set to a level exceeding one half 
that of the hydrogen gas Hg in order to completely combust the hydrogen gas Hg and to maintain safety, and flow rates 
of O2 and H2 are respectively separately set to several liters/min. 

The process of Fig. 52 achieves ^cellent practical effects in that water thereby generated is of a high purity and 
can be instantaneously generated at a rate of several liters/min. 
25 However, in the process of Fig. 52. there is a problem In that if the feed rate of hydrogen gas H2 or oxygen gas O2 
is reduced to deaease the water amount, combustion can easily be thereby stopped and it is therefore extremely diffi- 
cult to apply controls for decreasing the generated water amount, and a control range of a rato of water to oxygen 
(moisture contenl/bxygen) is narrow. 

The process has a difficulty in that because raw gas is fed directly into the reactor pipe, when combustion slops an 
30 interlock mechanism becomes indispensable to prevent explosion. 

In addition, there is also a problem in that when gas flow rate is reduced, flames are generated in the vicinity of the 
nozzle, Si02 composing the quartz nozzle evaporates, and these volatile materials mix in a reactor atmosphere (H20 + 
O2) and contaminate a gas (HgO + Og) fed to the semiconductor manufacturing equipment to such an extent that it can 
no longer be used for manufacturing high-performance semiconductors. 
35 In the meantime, for solving difficulties of combustion furance type water-generating equipment as shown in Fig. 

52. the inventors of this application previously developed a water generating process using the equipment shown in Fig. 

53, disclosed In Japanese unexamined Patent Publication No. Hei-6-1 15903. 

That is, this water generating process first mixes hydrogen Hg , oxygen O2 and inert gas Ar to form a mixture gas 
C, the mixture gas C is introduced into a reaction pipe 54 made of a material having a catalytic action that can radicalize 
40 hydrogen and oxygen and at the same lime the reaction pipe 54 is heated to allow hydrogen and oxygen in the mixture 
gas C to react, thereby generating water. 

The water generating method according to the Japanese Unexamined Patent Publication No. Hei 6-115903 can 
obtain a mixture gas containing high-purity water ranging from low concentration on a ppb order to high concentration 
on a percent order, and at the same time is excellent in responsiveness, in ease of maintaining control, and in achieving 
46 high effects. 

However, the water generating process using the equipment shown in Fig. 53 still has many problems that must be 
solved. 

A first point is that because the mixture gas C of hydrogen and oxygen and argon is introduced into the reaction 
pipe 54, a reactivity degrades as compared with a case in which only hydrogen and oxygen are supplied, and as a 
60 result, the reactor size is increased. In particular, there is a case in which hydrogen or inert gas is added to water to 
adjust an oxidation-reduction power, and N2 O, etc. are added to water in order to improve interface characteristics of 
Si and Si02. and in such event, an increase of the reactor size results in an increase of gas consumption rate, posing a 
serious problem from a standpoint of economy, etc. 

It is also a problem that even if hydrogen and oxygen finish the reaction completely, the product gas is a mixture 
55 gas of moisture and argon, and it is unable to output high-purity water only or a mixture gas of water and oxygen. 

A second problem is a problem of responsiveness and reactivity of water generation. Because stainless pipes are 
used as a material having the catalytic action and catalytic action of pipe surfaces are utilized, it is unable to achieve a 
large reaction gas rate per unit surface area. 
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As result, when a large volume of generated water, for example, a water volume of about 1 liter/min., is required, 
the reaction pipe 54 itself is markedly increased and, at the same time, considerable time is taken to generate water. 

A third problem is safety. In order to improve safety of this water-generating equipment, the invention of Japanese 
Unexamined Patent Publication No. Hei 6-1 15903 adjusts a heating temperature of the reaction pipe 54 to be between 
s 50**C and 600°C, and at the same time, the whole reaction pipe 54 is uniformly heated to the same temperature. 

However, because a significant portion of the reaction between hydrogen and oxygen in the reaction pipe 54 takes 
place at a portion close to an inlet end of the reaction pipe 54, the temperature of the reaction pipe 54 rises more at a 
portion closer to the inlet end of the mixture gas due to reaction heat. 

As a resuH. for example, if the heating tenrrperature of the reaction pipe 54 is set to a high temperature of about 
10 500**C. the temperature at the reaction pipe Inlet end sometimes reaches nearly about 600''C. and even In a case of 
argon mixture gas, ignition of hydrogen gas may result when the argon mixture rate is small. 

When the temperature of the reaction pipe 54 is lowered, there is a problem in that the reaction gas increases. 

SUMMARY OF THE IMVENTIOM 

15 

A primary object of this invention is to solve the problems in the conventional water generation process or water- 
generating equipment for semiconductor manufacturing equipment that is: (1) in a combustion furnace system using 
a quartz furnace, it is difficult to adjust the flow rate in a small flow rate region of generated water, generated water is 
liRely to be polluted, and high-purity water cannot be obtained; (2) in a water generating process for introducing argon 
20 mixture gas into a stainless steel reaction pipe heated to a high temperature, it is unable to output water or water and 
oxygen mixture gas; (3) a reactor size is increased arxi it is difficult to downsize this equipment and at the same time, 
re^onsiveness is poor; and (4) when a heating temperature of the reactor is raised to increase reactivity and respon- 
siveness, an inlet end temperature of the reactor rises excessively, giving rise to a danger of causing an explosion, etc. 
and it is another object of this invention to provide a water generating process, a water-generating reactor, a temper- 
as ature control process for the water-generating reactor, and a process for forming a platinum coating catalyst layer of the 
water generating reactor which can greatly reduce the size of water-generating equipment and which can safely and 
stably produce high purity water at a rate exceeding 1 liter/min. as well as a mixture gas of high purity water and oxygen 
under conditions of higher responsiveness and reactivity. 

That is. a water generating process of this invention basically relates to supplying hydrogen and oxygen into a reac- 
30 tor equipped with a material with catalytic action that can activate a reactivity of hydrogen and oxygen, and seeks to 
hold the reactor temperature at a level below an ignition temperature of hydrogen or gas containing hydrogen, thereby 
allowing the hydrogen to react with the oxygen while preventing combustion of the hydrogen and the oxygen in a proc- 
ess for generating water from the hydrogen and oxygen. 

A first water-generating reactor according to this invention has a basic construction in which cylinders made of a 
35 material having the catalytic action that can activate the hydrogen or oxygen reactivity, or a material whose surface is 
covered with the same material having the catalytic action, are in a casing, to form passages through which the hydro- 
gen and oxygen flow while coming into contact with inner and/or outer wall surfaces, there being a heater outside or 
inside the casing. 

Furthermore, a second generating reactor according to this invention has a basic construction in which a column 
40 (filled with: granules made of a material having the catalytic action that can activate reactivity of hydrogen and/or oxy- 
gen; sintered materials of powders or fibers made of the material having the catalytic action; laminates or honeycomb 
bodies corrprising thin sheets made of the material having the catalytic action; mesh bodies, sponge bodies, or fin- 
shaped bodies made of the material having the catalytic activity; or granules, sintered materials, thin sheet laminates, 
honeycomb bodies, mesh bodies, sponges or fin-shaped bodies whose surfeces are covered with the material having 
45 the catalytic activity) are placed, or two or more of these are placed, in the casing, and passages are formed for allowing 
hydrogen arxJ oxygen to flow therethrough while coming in contact with said granules, sintered materials, laminates, 
honeycomb bodies, mesh bodies, or fin-shaped tMxltes, and, at the same time, a heater is placed outside or inside the 
casing 

In addition, a third water-generating reactor of this invention connprises a reactor body made of heat resistant mate- 
so rial equipped with an inlet and water and moisture gas outlet, and a platinum coated film on an inner wall surface of the 
reactor body, wherein hydrogen and oxygen supplied from the inlet is brought in contact with the platinum coated film 
to activate the reactivity and water is produced from the hydrogen and the oxygen. 

A fourth water-generating reactor according to this invention comprises a reactor body made of heat resistant 
material equipped with an inlet and water and moisture gas outlet, a gas diffusing member provided inside an internal 
55 space of the reactor body, and a platinum coated film provided on an Inner wall surface of the reactor body, wherein 
hydrogen and oxygen supplied from the inlet ar- diffused by the gas diffusing member, are then brought into uniform 
contact with the platinum coated film to activate the reactivity, and water is produced from tine hydrogen and the oxygen. 

A process of temperature control of a water-generating reactor of this invention comprises providing a catalyst in a 
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casing lhat can activate reactivity of hydrogen or oxygen, and holding an upstream-end tenperature of hydrogen and 
oxygen under reaction in the water-generating reactor at a level lower than a downstream-end temperature in the water- 
generating reactor by allowing the hydrogen and oxygen to react with each other at a high temperature. 

A process for forming a platinum coated catalyst of a water-generating reactor according to this invention com- 

5 prises cleaning an inner wall surface of a metallic body of a reactor by applying a surface treatment, forming a ban-ier 
coating of a nonmetallic material of an oxide or a nitride on the inner wall surface and forming a platinum coated film on 
the barrier coating in the water-generating reactor, with the platinum coated film formed on the inner wall surface of the 
metallic reactor body (the body having an inlet and a water and moisture gas outlet) being used as a catalyst, with 
hydrogen and oxygen supplied through the inlet being brought into contact with the platinum coated film to activate their 

10 reactivity and water being generated from the hydrogen and oxygen in the water-generating reactor 

Hydrogen and oxygen, mixed at a ratio of nearly 2:1 , are allowed to come into contact with the high-temperature 
catalyst material surface in the reactor, and radicalized by catalytic action of the catalyst material to directly react and 
generate v\/ater. 

The generated water is guided out of an outlet end of the reactor as steam, and thereafter, is mixed with a suitable 
IS amount of O2 . N2, Ar. etc. and heated, and then supplied to the semiconductor manufacturing equipment. 

Because a majority of the reactions between the hydrogen and oxygen take place in a vicinity of the gas Inlet end 
of the reactor, in the first and the second water-generating reactors according to this invention, the inlet end of the reac- 
tor is more strongly heated by reaction heat and temperature rises greatly. Consequently, catalytic action at the reaction 
Inlet end is weakened, gas supply position is distributed in a longitudinal direction of the reactor, or an inlet-end heater 
20 temperature is towered so that temperature rise on the reactor inlet end is prevented. 

Contrary to this, in the third and fourth water-generating reactors of this invention, because reactions of hydrogen 
and oxygen take place nearly uniformly throughout whole inside areas of reactor bodies, a temperature of the whole 
reactor body rises nearly uniformly. 

In a water-generating reactor in which a platinum coating catalyst layer is formed according to this invention, the 
25 barrier film formed on tiie inner wall surface of the reactor body prevents metal components forming the reactor body 
from diffusing into the platinum coated film. Consequently, an amount of metal oxides formed in the platinum coated film 
greatiy decreases and a high catalytic performance of platinum can. thereby, be stably maintained over a long period of 
time. 

30 BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a system block diagram showing an erht>odiment of water-generating equipmem using first and the second 
water-generating reactors of this inversion; 

35 Fig. 2 is a schematic cross-sectional view showing a first emtxxliment of the first water-generating reactor; 

Rg. 3 shows a second embodiment of the first water-generating reactor: 

Rg. 4 shows a third embodiment of the first water-generating reactor: 

40 

Fig. 5 is a schematic cross-sectional view of a gas spouting nnechanism of the first water-generating reactor; 
Fig. 6 is a cross-sectional view taken on line VI-VI of Fig. 5; 
45 Fig. 7 shows a fourth embodiment of the first water-generating reactor; 
Fig. 8 shows a fiftii embodiment of the first water-generating reactor; 
Fig. 9 shows a sixtii erhbodimem of the first water-generating reactor; 

so 

Fig. 10 shows a seventii embodiment of the first water-generating reactor; 
Fig. 1 1 shows an eighth embodiment of the first water-generating reactor; 
55 Fig. 1 2 shows a ninth embodiment of tiie first water-generating reactor; 
Fig. 13 shows a tenth emtxxiiment of tiie first water-generating reactor; 
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Rg. 14 shows an overall s/stem diagram of test equipment for obtaining basic data of this invention; 

Rg. 15 is a graph showing a relationship between reactor temperature and water generation (Test 1); 

Rg. 16 is a graph showing a relationship between reactor temperature and water generation (Test 1) ; 

Rg. 17 is a graph showing a relationship between reactor temperature and water generation (Test 1); 

Rg. 18 is a graph showing a relationship between reactor temperature and water generation (Test 1); 

Rg. 19 is a graph showing a relationship between a mixture-gas-flow rate and remaining (Test 1); 

Rg. 20 is a graph showing a relationship between reactor temperature and water generation when a nickel filter is 
used (Test 3); 

Rg. 21 is a diagram showing a relationship between mbcture-gas4iow rate and remaning O2 in a case of a nickel 
filter (Test 2); 

Rg. 22 is a graph showing a relationship between reactor temperature and water generation when a nickel ril:^n 
is used (Test 3); 

Rg. 23 is a diagram showing a relationship between mixture-gas-flow rate and remaining O2 in a case where nickel 
ribbon is used (Test 3); 

Rg. 24 is a graph showing a relationship between time and water generation (responsiveness) (after gas is 
stopped) (Test 4); 

Rg. 25 is a graph showing a relatk>nship between time and water generation (responsiveness) (after H2 annealing) 
(Test 4): 

Rg. 26 is a graph showing a relationship between time and water generation (responsiveness) (after annealing) 
(Test 4); 

Rg. 27 is an illustration of ignition temperature detection equipment; 

Rg. 28 is a graph showing ignition temperature (Test 5); 

Rg. 29 is a graph showing Ignition temperature (Test 5); 

Rg. 30 is a graph showing ignition temperature (Test 5); 

Rg. 31 is a graph showing ignition temperature (Test 5); 

Rg. 32 is a graph showing ignition temperature (Test 5): 

Rg. 33 is a graph showing ignition temperature (Test 5); 

Rg. 34 is a longitudinal cross-sectional view of a test reactor using platinum foil as catalyst material; 
Rg. 35 is a cross-sectional view as seen on lines XXXV-XXXV of Rg. 34; 

Rg. 36 is a longitudinal cross-sectional view of a test reactor using a platinum-plated-nickel thin sheet as catalyst 

material; 

Rg. 37 is a cross-sectional view as seen on lines XXXVII-XXXVII of Rg. 36; 

Rg. 38 is a longitudinal cross-sectional view showing a first enrrixxiiment of third and fourth water-generating reac- 
tors according to this invention; 



6 



r EP0878443A1 

Fig. 39 lis a plan view of the structure of Fig. 38; 

Fig. 40 iis a diagram showing temperature of each portion of the reactor according to the first embodiment; 

6 Fig. 41 is a diagram shewing changes with passage of time in water generation reactivity in the reactor 1 of the first 
enibodiment; 

Fig. 42 is a diagram showing water generating responsiveness of the first embodiment; 

10 Fig. 43 is a schematic longitudinal cross-sectional view showing a second embodiment of the third and the fourth 
water-^4nerating reactors according to this invention; 

Rg. 44 is a schematic longitudinal cross-sectional view shoiving a third embodinient of the third and fourth water- 
generating reactors according to this invention; 

Rg. 45 is an illustration of water-generating equipment using the third and fourth water-generating reactors; 

Rg. 46 shows changes with passage of time in water generation responsiveness in a water-generating reactor hav- 
ing a coriventional platinum coated film; 

20 

Rg. 47 shows XPS analysis results of a platinum coated film surface after use in a conventional reactor; 

Fig. 48 shows XPS analysis results of another platinum coated f flm surface after use in the conventional reactor; 

2S Fig. 49 shows a longitudinal cross-sectional view of the fourth water-generating reactor according to this invention 
to which the method for forming the platinum coated catalyst layer of this invention is implemented; 

Rg. 50 shows a fragmentary enlarged sectional view of the reactor body of Rg. 49; 

30 Fig. 51 sfiows changes with passage of time in water-generation-reactivity rate in a water-generating reactor with 
a platinum coating catalyst layer formed in accordance with this invention; 

Fig. 52 is|an illustration of known combustion-pipe-type water-generation equipment; and 

35 Fig. 53 isja schematic representation of catalyst-reaction-type water-generating equipment according to an earlier- 
filed application. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

40 Water Generating Method and Rrst and Second Water-Generating r eactors and Temperature Control Method 

Fig. 1 is ^system diagram of water-generating equipment employing a first and a second water-generating reactor. 
In Rg. 1, reference characters H2 designates hydrogen gas, O2 oxygen gas, Ar argon gas for purging. MFC1-MFC4 
mass flow coifitrollers, - V4 valves. TCI -TC4 temperature measuring thermocouples. 1 a reactor. 2a - 2d check 
45 valves, 3 a heater. 4 an O2 and H2 mixing portion, 5 an O2 and water mixing portion, 5a a heater, and 6 semiconductor 
manufacturing equipment. 

Hydrogen: gas H^ and oxygen gas Oz supplied to the reactor 1 are set to either 2:1 , 3:1 or 4:3 and. as is clear from 
a test sample 1I later discussed, an Hg-rich mixture gas can tower reaction temperature and water is likely to be gener- 
ated. I 

so In Fig. 1 . ^ reaction gas is brought to a hydrogen-rich condition, but needless to say. conversely, the reaction gas 
coukl also be brought to an oxygen-rich condition. 

In Rg. 1 , hydrogen and oxygen are to be supplied to the reactor 1 in a gaseous form, but liquefied hydrogen and 
liquefied oxygen couki also be supplied. 

Furthermore, in Fig. 1 , hydrogen and oxygen are premixed at the mixing portion 4 and supplied to the reactor 1 . tiut 
55 it is also possible to supply hydrogen gas and oxygen gas independently to the reactor 1 . and to mix them in the reactor 

1. : 

In addition, in Fig. 1 . the mixture gas of hydrogen gas and oxygen gas formed at the mixing portion 4 is supplied to 
the reactor 1 as is. but a preheating section H is provided at an introducing portion of the reactor 1 . and the mixture gas 
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may be preheated ihereby. By providinn 
^ EEsLiQSodiajgQt 



IS 



so 



The reactor 1 comprises a haaf roev* 



This is because, as is eSLMroS? ^"^"^"^ ^ ^" 0"«et end 

cmfrom the inlet end and'SS^SJ'ir^^^^^^^^ 

•nch inside diameter and 2 m in„l • u ^ ° °* fixture gas (when thrrloZf ■ ®°'"P'eies reactions within 20 
'-ge amou« Of rtSh^;°"«- •'^W t° ^-C) «thi„ 20 L ^^^^^^ 

. «'aH»caveiy. During this period, a 



(2H2 + 02-^2H20 + 136.6kcal) 



35 



40 



is discharged — "2>^ ''So.bKcal) 

^ In addition, in the ?i"e^in^''' P'Pes than the 

. T>'efirstwater-generating7eSor 1 wa'er-generating reactor) may be 

Purthermore. With respect to saf«tv«,* "8^^ Seneration reactivity of 

looe 600 C ata maximum, or lower, there 
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is no fear of gas ignition, that is, gas explosion. In particular, controlling the temperature at the gas Inlet end portion of 
the reactor 1 to be in the vicinity of about 200-500''C, with the reaction heat of the mixture gas taken into account^ tem- 
perature of each portion of the reactor 1 can be surely held to eoO^'C or lower, and explosion by ignition can be com- 
pletely pre\/ented. 

5 At the gas mixing portion 4 of the O2 gas and the H2 gas, a regular in-pipe gas mixing system is adopted, and no 
special gas mixing mechanism at all is used. 

Needless to say, a gas mixing mechanism designed to discharge H2 gas into oxygen gas O2 in a swirling stream 
using a mixing box (not illustrated] and to uniformly mix them both, may be used as a gas mixing portion 4. 
A gas preheating portion may be installed inside or downstream of the mixing portion 4. 
10 The O2 and water mixing portion 5 Is installed near the outlet end of the reactor 1 , and is provided with the heater 
5a. 

That is. oxygen gas O2 is mixed with water spouted from the reactor 1 . and the mixture gas of H2O and O2 is heated 
to higher than about lao^'C by the heater 5a to prevent dew condensation of H2O on pipe walls, and then supplied to 
the semiconductor manufacturing equipment 6. 
15 In the reactor 1 of Fig. 1 , 02 is mixed with water, but as a diluting gas» In addition to O2, H2 and Inert gas for adjust- 
ing Qxidation-reduclion power, or N2O, etc. for improving interface characteristics of SI and Si O2 are sometimes used. 

In the reactor 1 of Fig. 1 . since gases supplied to the reactor 1 are restricted to hydrogen and oxygen only, as com- 
pared to a conventional case in which mixture gas (diluting gas) of hydrogen, oxygen, argon, etc. is supplied, the reac- 
tivity is inproved, and it has an advantage in that the reactor 1 can be downsized a corresponding amount. 
20 Table 1 shows analysis results in which impurities in water generated from the first water-generating reactor 1 
according to this invention was analyzed by a flametess atomic absorption analysis. 

That is, the generated water was collected by allowing it to condense In the PFA tube, and three components of Cr. 
Fe, and Ni were analyzed by tiie flameless atomic absorption analysis. As a result, metals of all three components 
became low values on the order of ng/hnL or less. 

25 

TABLE 1 

Analysis of impurities in generated water 
(flameless atomic absorption analysis) 



(Unit: ng/m. liter) 



Element 


n=l 


n = 2 


Mean value 


Cr 


0.055 


0.051 


0.053 


Fe 


1.5 


1.6 


1.6 


Ni 


0.69 


0.74 


0.72 



45 

Note) n = 1 and n = 2 indicate the results of measurements carried out twice. 



so 



TABLE 2 



Chemical component (wt %) 




Ni 


Cu 


Fe 


Mn 


C 


Si 


S 


Mia 


99.0 
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TABLE 2 (continued) 



Chemical component (wt %) 




Ni 


Cu 


Fe 


Mn 


C 


Si 


S 


Max 




0.25 


0.40 


0.35 


0.15 


0.35 


0.01 


Analysis value 


99.2 


0.01 or less 


0,16 


0.19 


0.06 


0.08 


0.01 or less 



Table 2 shows the chemical components of nickel pipe used in the first water-generating reactor, and Ni seamless 

TO pipe commercially available from Mitsubishi Material Company is used. 

To prevent partide contamination in the generated water, it is preferable to specular-surface finish a whole or part 
of the surface of the catalysts material In the reactor or the surface of the casing including the forward and backward 
piping systems which may come in contact with gas. It has been confirmed that specular-surface finishing the surfaces 
convng in contact with gas decreases incidences of particles in the generated water to about 1/3 or less. 

IS For preventing the above-mentioned metal contamination, it is effective to make a whole or part of the casing 
including the backward and fonward piping systems from a heat-resistant metal or corrosion-resistant metal. For exam- 
ple. It has been confirmed that with the casing made from stainless steel, metal contamination in the generated water 
has doubled after the casing has been used for 100 hours, but with the casing made from Hastelloy, a nickel-based 
heat-resistant metal alloy, the metal contamination level in the generated water has hardly changed even after it has 

20 been used for 100 hours. Even in a test using a casing made from heat-resistant metal of iron-chromium-aluminum 
alloy, results similar to those obtained with the Hastelloy casing were observed. 

In addition, it has been confirmed that for redudng the metal contanrrination, it is effective to apply an oxidation- 
resistant reduction-resistant or corrosion-resistant protective film or a surface treatment with performance equivalent to 
the protective film to the whole or part of the surface of the casing, including the backward and fbnward piping systems, 

25 which may come in contact with the gas. 

For example, it as been confirmed that with the casing made from stainless steel which was not provided with inner 
surface treatment, metal contamination in generated water doubled after it was used for 100 hours, but with the casing 
made from stainless steel whose inner surface was covered with chromium oxide film, the metal contamination level in 
the generated water scarcely changed even after it was used for 100 hours. 

30 

Second Embodiment 

Fig. 3 shows a second embodiment of the first water-generating reactor 1 according to this invention. In this second 
embodiment, an assembly 7 is formed in which a plurality of Ni pipes 1 b are fixed to end plates 1 c. and the assenrtbly 7 
35 is housed in the housing la. A heater 3 is wrapped around a periphery of the assembly 7. and the temperature at the 
Inlet end of the reactor 1 is heW to about 200-500'»C or at the outlet end to about 600*C or lower by temperature adjust- 
ment of the heater 3. 

Third Embodiment 

40 

Fig 4 shov^ a third embodiment of the reactor 1 , in whk;h upstream end portions of the catalyst pipes making up 
the catalyst assembly 7 of the reactor 1 are stainless steel pipes 1 b' and downstream end portions are nickel pipes 1 b. 

As in the case of the third embodiment, by allowing a reactivity of the catalyst pipes at the upstream end to be lower 
and at the downstream end to be higher, an amount of the and H2 reaction-generated heat is increased at the down- 
45 stream end, and an overheated state can be effectively prevented at the upstream end. 

In the reactors 1 of Fig. 3 and Fig. 4, the reaction gas (O2 ^ Hg) is designed to be spouted from a gas supply pipe 
directly to a vestibule Id of the casing la. but in order to make an inflow of the reaction gas into the catalyst p?)es uni- 
form, it is desirable to place a gas spouting mechanism G as shown in Figs. 5 and 6 in the vestibule Id of the casing 
1 a. to cause gas spouted from nozzle holes of this gas spouting mechanism G to collide with a casing Inner wall surface 
60 thereby causing the gas to form a gas flow with uniform kinetic energy. 

Fourth Emi?odiment 

Fig. 7 shows a fourth embodiment of the reactor 1 , where three types of assemblies 7 of varying reactivities are 
55 assembled in series. 

That is. by using a unit 8a with low reactivity tor an inlet end. and a unit 8c of high reactivity for an outlet end, a dis- 
tribution of reaction heat is nwde uniform in a longitudinal cfirection, thereby preventing localized overheat of the reactor 
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Needless to say. a heater (iilustration omitted) is installed to each of the reactor units 8a, 8b, 8c. respectively. 

Fig. 8 shows a f tfth embodiment of the reactor 1 , Nfvhere a number and length of catalyst pipes 1 b are varied to lower 
a reactivity at a mixture gas inlet end and to increase outlet end reactivity, with a distribution of reaction heat being 
designed to be uniform in the longitudinal direction of the reactor 1 . 
5 tn Fig. 8. the heater is omitted. 

Sixth. Entffliim^nt 

Fig. 9 shows a sixth embodiment of the reactor 1, where an H2 and O2 mixture gas inlet end and water outlet end 
10 are designed to be placed at the same end. witii the inlet end being cooled by the generated water to prevent the Inlet 
end from being heated to high temperature. 

Fig. 10 shows a seventh embodiment of the reactor. 

In this embodiment, a plurality of branch pipes 9a. 9b. 9c are mounted on a catalyst pipe lb or a casing 1 a. O2 gas 
(for example. SOO/cc/nvn.) and part of gas (for example. 250 cc^min.) are supplied from an inlet end of the catalyst 
IS pipe 1b (or casing 1 a), and a remainder of H2 (for example, 250 cc^min.) is supplied from each of branch pipes 9a, 9b. 
9c. 

By distributing the position of the H2 gas supplied in this way. it is intended to prevent an overheating caused by 
reaction heat at the Inlet end of the catalyst pipe 1b (or casing 1a). 

20 Eight Embodiment 

Fig. 1 1 shows an eighth embodiment of the reactor 1 , in which a catalyst assembly 7 of the reactor 1 is formed to 
have a plurality of catalyst pipes 1 b in parallel, while at the same time an inlet end of each catalyst pipe is positioned to 
be separated and dispersed from the inlet ends of the other catalyst pipes. 
55 The mixture gas is fed at a flow rate of. for example, 200 cc/min. for O2 and 400 cc^min. for H2 from the inlet of the 
catalyst pipe 1bi. and 200 cc/min. for O2 and 100 cc/min. lor H2 from the inlet of each catalyst pipe Ibg, Iba, 1b4. 

With this configuration, the generation of reaction heat is dispersed and temperature control of the reactor 1 is lacil- 
llated. 

30 Ninth Errttxidim^nt 

Fig, 12 shows a ninth embodiment of the reactor 1, in which two (or more) catalyst pipes 1b^. 1b2 are installed in 
parallel and at the same time, the mixture gas is supplied into each catalyst pipe Ib^. 1b2. respectively, from opposite 
directions. 

35 In this embodiment, reaction heat at the inlet end is utilized for promoting reaction of the mixture gas at the outlet 
end. thereby saving energy and at the same time preventing overheating of the catalyst pipe at the inlet end. 

Tenth Embodiment 

40 Fig. 1 3 shows a tenth embodiment of the reactor 1 . in which a heat medium gas such as N2, Ar. CO2, etc. is allowed 
to flow between the casing la and a nickel tube 1 b to transfer reaction heat at an inlet end to an outlet end. and reaction 
heat thus transferred is utilized to promote reactions at the outlet end. 

A heater 3 may be wound around the outside of the nickel Xube lb (catalyst pipe 1 b). 

Fig. 1 4 shows a system diagram of experimental equipment used for obtaining basic data required for creation of 
45 this invention. 

In Fig. 1 4, MFC1 -4 designate mass flow controllers. RP a vacuum pump, and T a tank. As a reactor 1 . a nickel pipe 
(inner surface area 273 cm^) 1/4 inch inside diameter and 2 m long is used. 

Test Example 1 

50 

The relationship between the H2, and O2. mixture ratio and reaction temperature was tested using the experimental 
equipment of Rg. 14. 

As is clear from Figs. 15 through 18, an H2 rich mixture gas is likely to lower reaction temperature and generate 
water easily. 

55 In addition, as Is clear from Fig. 19, in the case of the reactor of this test equipment, when the mIxture-gas-flow rate 
became 75 cc/min. or more at SOO^'C, unreacted O2, increases. 

The cun^ A shows H2O, curve B Hg, and curve C Og, respectively 
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♦ 

Test Example 2 

By holding the nickel tube (1/4 inch in inside diameter, 2 m long, 273 cm? in inner surface area) to 450<'C, supplying 
the mixture gas of 2H2 + Og « 75 cc/hiin. from the inlet end and then detecting the remaining Qg in the tut>e. the reaction 
5 rate was investigated. 

As a result, it was determined that at a point 20 cm from the inlet end. about 68% O2, and had completed the 
reaction. 

Similarly, it has been determined that when the mixture gas is supplied into a nickel tube 20 m long (1/4 inch inside 
diameter) at a flow rate of 2H2 + a 750 oc/min., about 29% of O2 and H2 reactions have been completed at the point 
10 20 cm from the inlet end. 

The results of the tests indicate that in the reactor 1 , most of the reaction of H^, with is completed at the vicinity 
of the inlet end of the nickel pipe, and consequently, the reaction heat is generated in a large quantity at the vicinity of 
the inlet end. 

IS Test Example 3 

Using an AII Metal Filter and nickel ribbon (0.3 thick x 20 wide x1000 mm long) comprising nickel fiber sintered 
material, a water generating test was carried out (second water-generating reactor). 

Figs. 20 and 21 show test results obtained when the nickel filter was used, while Rgs. 22 and 23 show test results 
20 obtained when nickel ribbon was used. 

As is clear from Fig. 20 and Fig. 22, tt is possible to generate water in an amount equivalent ta or more than, that 
obtained In the case of Fig. 15 in which the nickel tube was used. 

Consequently, rt is possible to use a nickel ribbon or nickel filter in place of a nickel tube as the catalyst material. 

£5 Test Example 4 

Ihe water generating responsiveness was tested with the nickel tube held to 500**C and the mixture-gas-flow rate 
at 25 cc/min. (Fig. 24). As is clear from Fig. 24, when the mixture gas was supplied again after stopping the supply of 
the mixture gas. the water generating rate becomes constant in about 40-60 seconds, indicating excellent responsive- 
30 ness. 

And after the inskie of tiie nickel tube was annealed (SOO^'C) in an environment (Fig. 25), and after it was 
annealed (500°C) in an O2 environment (Fig. 26), a specified water generating amount was able to be obtained in 60 - 
80 seconds. 

35 Te§tg3^ampl9 5 

Tiie relationship between the H2 and O2 mixture ratio and gas ignition temperature was confirmed by teste. 

Rg. 27 shows a simplified version of ignition temperature detection test equipment. Using this equipment, the mix- 
ture ratio of 02 and H2 supplied to the nickel tube was varied and the ignition temperature was investigated. 
40 As is clear from Figs, 28 through Rg. 33. it has been determined that when the H2 and O2 mixture ratio is 3:1 , 2:1 
or 4:3, ignition does not take place at eiO^'C but ignition does take place at 620*'C. 

Consequently, with safety taken into account from a viewpoint of preventing explosions, it is desirable that the mix- 
ture temperature of the reactor 1 be set to nearly eocC. 

Because in the first and second water-generating reactors according to this invention, oxygen and hydrogen are 
45 only to be supplied directly to the inside of a reactor, high-purity water or a mixture gas of high-purity water and oxygen 
can be taken out and at the same time, because the reactivity is higher than for conventional cases in which a diluting 
gas is supplied, still more downsizing of the reactor is possible, and this is in no way inferior, in terms of safety, to a 
known process of taking out an argon mixture gas. 

Since the pipe, sintered material, thin sheet laminate, honeycomb body, mesh body, sponge body or fin*shape body 
60 are utilized as catalyst material, and the catalytic actions of the inner and outer surfaces are best used, the size of the 
equipment can be greatly reduced and, at the same time, the amount of water it is possible to generate is increased as 
compared to known similar types of the water-generating equipment, . 

In addition, with the temperature control method of this invention, the reactivity (degree of catalytic action) at the 
inlet and outiet ends of the reactor, or the distribution of reaction amount in the longitudinal direction of the reactor, are 
55 varied to prevent generation of a large volume of reaction heat in the vicinity of the Inlet end of the reactor, and an exces- 
sive temperature in the vidnity of the inlet end is thereby prevented. With this construction, localized temperature rise 
of the reactor can fc>e prevented and safety can be markedly improved. 

Furtiiermore, with the temperature control method of this invention, where the gas temperature in the vicinity of the 
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iniet end of the reactor is held to 200-500^C and the gas temperature in the vicinity of the outlet end to about 600''C or 
lower, there is no fear of causing explosion, etc., while a required aniount of high-purity water can be generated with 
high responsiveness. 

s Thir<i an<j FWfth W^ter-g^n^r^itinq rg^^pr^ 

Fig. 34 through Rg. 45 show other embodiments of the third and the fourth water-generating reactors. 
As a meta) catalyst material that can activate the hydrogen or oxygen reactivity, platinum, nickel, stainless steel, 
etc. exist* and of all these, platinum provides excellent catalyst. 
70 However, platinum is expensive and has a problem from the viewpoint of economy. In particular, when the reactor 
pipe in the reactor shown in Fig. 2 or Fig. 3 is made of platinum, there is the problem that the manufacturing cost of the 
reactor soars. 

Consequently in the reactor of Rgs. 2 or 3. the reactor pipe is made of nidcel or stainless steel, or a method of using 
a platinum-plated nickel or stainless steel ppe as the reactor pipe is adopted, but when the nickel pipe and stainless 
IS steel pipe are used as the reactor pipe, the water generation amount per unit surface area of the reactor pipe is small, 
and there is a problem in that the size of the reactor must be significantly increased in order to produce water of about 
1 L/min. or more. 

For example, it has been demonstrated that when reactor piping comprising a parallel combination of 1/4" x 280 
mm x 19 pieces of nickel piping (nickel surface area: about 1800 cm^. reactor pipe inner volume: about 300 cm^, 2 
so pieces of 1/4" straight pipe about 13m long connected in series) (1/4" straight pipe about 26m long) is used to allow 100 
ccAnin. of H2 and 56 cc/min. of O2 to flow at 500*^0, an upper limit of the usable water generation rate is about 100 
cc/min. (Max.). 

However, since in actual semiconductor manufacturing equipment, a water generation rate exceeding 1 liter/ min. 
is generally required, a significantly large-size reactor is required to secure the required water generation rate, 
25 When nictel pipe is used as the reaction pipe, a problem of oxide corrosion on the reaction pipe outer surface 
arises. 

For example, when 50 cc/min. of H2 and 27.5 cc/min. of O2 are supplied to 1/4" x 200 mm nickel reactor pipe and 
water is generated for 5 hours at SOO^'C. It has been confirmed by SEM analysts that about 90% reactivity of water gen- 
eration reaction can be obtained, but cxide scale about 0.5^m thick is fbmrted on the outer surface of the nickel reactor 
30 pipe. 

On the other hand, when the temperature of the nickel reactor pipe Is lowered to 350**C. formation of oxide scale 
on the reactor tube outer surface is reduced to a nearly negligible level, but reactivity of the water generation reaction 
conversely lowers from about 90% to 50-60%, and as a result, the water generation amount markedly decreases. 

In this way, when nickel pipe is used as the reactor pipe, the upper limit of the reaction temperature is restricted to 
35 about 350*0 from a viewpoint of oxide scale generation, and. as a result, the reactor size must still be increased due to 
the decrease in water generation amount. 

It has been confirmed that even if oxide scale forms on the nickel reactor pipe surface, the water generation ratio 
increases as temperature rises. However, when oxide scale is generated on the reactor pipe surface, contamination of 
the generated water results, and consequently, the reaction temperature of the reactor pipe must be held to about 
40 350**C or lower (Max.) as described befbre. 

As described above, in order to permit an increase of the generated water volume while downsizing the water-gen- 
erating reactor, it is essential to use platinum whose catalytic activity at low temperature is significantly higher than that 
of nickel, etc. as a catalyst in the form of a coating or plating layer. 

Therefore, to investigate platinum catalytic activity in more detail, reactor pipes as shown in Figs. 34 and 35 were 
4S fabricated and water generating tests were carried out. 

That is, in Figs. 34 and 35. reference character E designates a Hastelloy pipe (1/4", 200 mm in total length). H des- 
ignates a heater, T designates thermometers. Pt a platinum foil catalyst (thickness: 0.05 mm; width: 5 mm; length: 100 
mm), and platinum surface area 10 cm^. 

From the gas inlet end of the reactor pipe. H2. 02 and N2 gases are allowed to flow at ratk>s shown in Table 3, and 
so a reactivity at the reactor ppe outlet, as well as temperatures of the gas at the upstream end. T^ , and the downstream 
end, T2 were measured, respectively 

In Table 3. numeral *1 designates the value just after the gas is passed and *2 designates the value obtained when 
temperature has risen by self heat generation after the gas is passed and reaction is stabilized. 

55 
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TABLES 



5 


Material 


Gas flow rate (seem) 


Heater 


Temperature ("C) 


Reactivity 
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25 
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50 


200 
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ON 
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200 


99.9 


2S 


lOOnun) 


50 


50 


200 


♦2 OFF 
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97.3 












ON 


297 


200 


99.5 



The results of each of the above tests indicates that 1) platinum provides remarkable high catalytic activity as com> 
pared to nickel* 2} when gas is allowed to flow, even at room temperature, slight reaction occurs, and reactivity exceed- 
ing 90% can be obtained because of the temperature rise from the reaction heat, even without external heating, 3) 

35 when gas is allowed to flow without being diluted with N2 gas, etc., the gas may be ignited even at room temperature. 
4) most reaction takes place at a tip end portion of the Pt foil (gas inlet end) and the temperature reaches a considerably 
high level. 5) the tip end surface of the Pt foil changes by heating (SEM ot>servation results), etc. 

Then, in order to investigate the catalytic activity of the platinum coating layer, the inventors of this application car- 
ried out water generation tests by forming 300 - 400A platinum coating film on both outer surfaces of a Ni thin sheet (0.1 

40 mm thick x 5 mm wkie x 60 mm long, surface area: about lOcm^, using ion sputtering equipment. As is shown in Figs. 
36 and 37. a reactor is used which is constructed by inserting two pieces of Ni thin sheets provided with the above men- 
tioned Pt coating into a 1/4" Hastelloy pipe about 200 mm long, wherein 50 cc/min. of H2 and 50 cc/min. of O2 and 200 
cdmn. of N2 were fed into the Inside of the reactor pipe from one end. 
Table 4 shows the results of this test. 

46 In Table 4. numeral *1 is the value right after the gas was passed, numeral *2. the value obtained when the temper- 
ature has risen by self heat generation right after the gas was passed and reaction was stabilized, numeral ""S the value 
right after deterioration appeared in the platinum coating layer in the continuously gas feeding test, and numeral *4 the 
value tens of minutes after the deterioration appeared. 
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TABLE 4 



Material 


Gas flow rate (cc/min.) 


Heatra' 


Temperature (°C) 
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The results of the test confirmed that 1) even with a Ni thin sheet having a platinum coating, high catalytic activity 
of a level similar to that of platinum foil can be obtained, 2) even under 02-rich condition, nearly 100% reactivity can be 
achieved, 3) when no diluting gas is present, even at room temperature, the mixture gas (H2 + O2) is ignited, 4) due to 

40 rapid temperature rise, the Ni thin sheet having the Pt coating suddenly loses the catalytic activity, etc. 

By analyzing the surface of the Pt coating film on the Ni thin sheet after catalytic activity is lost, causes of the sud- 
den toss of cataiytrc activity of the NI thin sheet with the R coating have been confirmed to be due to a temperature 
rise of the Ni thin sheet caused by reaction heat causing substrate metal (Ni) to diffuse into the Pt coating film, and this 
is oxidized in the R coaling film by the oxidizing environment. As a result, when the platinum coating film is formed on 

45 the surface of the Ni thin sheet, as described above, there is a possibility of losing the catalytic activity, and therefore, 
the problem of its stability as a reactor remains. 

First Embodiment of Third and Fo urth Reactors 

so Referring again to the drawings, a first embodiment of the third and fourth water-generating reactors according to 

this invention will be described. 

Fig. 38 and Rg. 39 show the first embodiment of the third and the fourth water-generating reactors, and correspond 

to a 1 1th embodiment reactor, overall. In Figs. 38 and 39, numeral 10 designates a reactor, numeral 1 1a a reactor body, 

numerals 12, 13 reactor-body members (flanges), numeral 14 platinum coating film, numeral 15 an inlet for raw material 
55 gas, numeral 16 a water and moisture gas outlet, numeral 17 a gasket, numeral 18 a clamp, numeral 19 a heater, and 

numeral 20 thermocouples. 

The reactor 10 comprises two reactor body members (flanges) 12, 13 installed opposite to each other via the gas- 
ket 17 and air-tightly tightened and fixed by the clamp 18 with a specified space maintained between them. The reactor 
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body members (flanges) 12, 13 are made of stainless steel (SUS304). heat-resistant metal material. The reactor body 
may be made of nonmelal nfiaterial, such as quartz, ceramics, etc., as long as the members thereof are of heat-resistant 
materials. 

The platinum coating film 14 is formed in a uniform thickness on an inner surface of one reactor body member 
6 (flange) 13 using an ion sputtering process, and the film thickness is selected to be 100 - SOOA. 

In addition, the inlet 15 and water and moisture gas outlet 16 are provided in the other reactor main member 
(flange) 1 2 on which no platinum coating film 1 4 is formed. 

An aluminum gasket Is used as the gasket 1 7. and a flat type electric heater Is used as the heater 19. 

In this first emixxliment, the platinum coating film 14 is formed only on the inner surface of one of the reactor main 
10 members 13 and the inlet 15 and water-and-moisture-gas outlet 16 are provided in the oth^ reactor main member 12 
with no film 14 formed thereon; but the platinum coating film 1 4 may be formed on the inner surface of both reactor main 
members 12. 13 and the inlet 15 and water and moisture gas outlet 16 may be provided on both flanges. 

In the first embodiment, the reactor 10 is formed by combining two pieces of reactor txxiy member (flanges) 12, 13, 
but the reactor 10 may be fomied in a shape of cylinder or rectangular tube on an inner surface of which the platinum 
IS coating film 1 4 may be provided. 

In addition, in this first embodiment, the platinum coating film 14 is formed by the ion sputtering process, but the 
film may be formed by a plating process, vapor-deposition process, ion plating process, cladding process, or hot press 
process, or any suitable combination of these, and the metal material of the reactor proper which carries the film 1 4 may 
be a steel material other than stainless steel, such as an alloy steel of nickel, molybdenum, etc. 
20 Furthermore, in this first embodiment, the platinum coating film 14 is designed to be formed directly on the surface 
of the metal nnaterlal forming the reactor body by the ion sputtering process, but a barrier film comprising non-metal 
material may be fonmed in advance on the outer surface of the metal material and the platinum coating film may be 
formed on this barrier film. 

By intermediately installing the barrier film of the non-metal material, it becomes possible to effectively prevent the 
^ substrate metal forming the reactor body from diffusing into the platinum coating film at high temperatures and, as a 
result, it becomes possible to effectively prevent deterioration of the catalytic activity of the coating film caused by oxi- 
dizing the diffused metal in the platinum coating film. 

Examples of the non-metallic material forming the barrier film include TIN, TIC. 71CN. TiAlN. AI2O3. etc.. which have 
Ijeen confirmed by tests to be desirable from a viewpoint of preventing deterioration of catalytic activities of the platinum 
30 coating film. 

The thickness of the barrier film is satisfactory if it is in an order of 0.5 - 2.0 urn, and any barrier film forming method 
is acceptable, but an ion plating process or vapor deposition process is suitable. 

For example, it has been confirmed by changes*of-water-reactivity-witii-passage-of-time test results that when 
stainless steel (SUS304) is used as the metal material on which a TiN barrier film of 1 .5 average thickness is formed 
35 by an ion plating process, and then, on this barrier film, a platinum plating film about 0.5 ^im thick is formed by a vapor 
deposition process, changes of water reactivity with passage of time are markedly reduced as compared to a case with- 
out the barrier film. Test Example 6 

For testing, a reactor with reactor body members (flanges) 12, 13 with an effective inside diameter of 70 mm0, 4-mm 
40 space distance between both flanges 12, 13, 38.5 cm^ Pt coating film area, about 250A film thickness, and about 16.8 
cm^ inner volume was constructed, and H2 and O2 were supplied from the gas inlet 1 5 into the inside of the reactor 1 0 
at the flow rate shown in Table 1 , and the temperature and reactivity of each portion were measured. 

In this test example 6. the film thickness was designed to be about 250A but it has been confirmed by test results 
45 that if the film thickness were 10A or more, a specified reactivity (about 9S% or more) can be obtained. In the case of a 
cladding process or hot press process, a comparatively thick film can be formed, but from the viewpoint of econonfiy. an 
upper limit of the film tiiickness is selected to be around 0.5 mm. 
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Test No 


H2 cc/min. 


O2 cc/min. 


Temperature CC) 


Time (min.) 


Reactivity (%) 








Set 


(3) 


(4) 






1 


50 


50 


120 


112 


124 


30 


99.55 


2 


250 


250 


120 


125 


214 


30 


99,75 


3 


480 


480 


120 


201 


356 


120 


99.58 
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TABLE 5 (continued) 



10 



IS 



20 



Test No. 


Hg cc/hiin. 


O2 cc/imin. 


Temperature f*C) 


Time (min.) 


Reactivity {%) 








Set 


(3) 


(4) 






4 


50 


50 


120 


113 


124 


30 


98.03 


6 


480 


480 


120 


200 


355 


120 


99.55 


6 


50 


50 


120 


113 


124 


30 


95.24 


7 


50 


50 


200 






30 


98.67 


8 


50 


50 


250 
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30 


99.32 
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50 


50 


120 






30 


94.92 


10 


480 


480 


120 


201 


354 


120 


99.27 


11 


50 


50 


120 


113 


124 


30 


93.91 


12 


480 


480 


120 


200 


353 


120 


99.15 


13 


50 


50 


120 


113 


124 


30 


94.15 


14 


480 


480 


120 


202 


354 


600 


99.30 


15 


50 


50 


120 






30 


94.10 



Table 5 shows test conditions of test example 6 using a reactor according to the above-mentioned first embodiment 
ss and the test results thereof. 

Fig. 40 shows temperature change of each temperature measuring portion in Test No. 1 . Test No. 2, and Test No. 
3 of Table 5 

That is. reference characters a. b, c show temperature changes of three thermocouples 20a. 20b, 20c mounted on 
the reactor body member (flange) 12 (without platinum coating film), and the results of No. 1 test are shown with a^.b^. 
30 a , the results of No. 2 test are shown with a2, bg. Cg. and the results off Na 3 test are shown with 83, bs, q^, respectively. 
The reference characters d, e. f show temperature changes of three thermocouples mounted on the reactor body 
member (flange) 13 (with platinum coating film), and d^. e^. f^. show the results of No. 1 test, da, ez, fe. the results of 
No. 2 test, and ds, 63, f^, the results of No. 3, respectively 

In addition, references character g shows temperature of the downstream- end piping of the reactor 10 and refer- 
35 ence character h shows the gas temperature at the and O2 mixing portion, and test results indicate that these two 
temperatures g. h scarcely change in any of No. 1 test. No. 2 test, and No. 3 test. 

As is clear from Fig. 40, in No. 1 test (H2: 50 cc/mln.: O2: 50 cc/mln.. reactor tenperature adjusted at 120*C) of 
Table 5. temperature d^ of the gas inlet end portion of the reactor body member (flange) 12 provided with the R coating 
film 4 rose by about lO'^C due to the readton heat generated, and the reactivity was 99.55%. 
40 In No. 2 test (test was started with H2: 250 cc^in.; Og: 250 cc/min., and reactor temperature adjusted at 120**C 
and the heater 9 was turned off midway), temperature dg of the gas Inlet end portion of the reactor body member 
(flange) 13 rose by about 100*C and at the same time, temperature of the other portions exceeded the initial adjusted 
temperature of 120**C due to reaction heat generated, and the reactivity was 99.75%. 

In addition, in No. 3 test (test was started with Hg: 480 cc/min.; O2: 480 cc/min.. and reactor temperature adjusted 
45 at 120°C and the heater 19 was turned off midway), temperature at the gas inlet end portion of the reactor main mem- 
ber (flange) 13 exceeded 350*0 and the reactivity was 99.58%. 

However, in ail of No. 1 test to No. 3 test, gas temperature h at the and Og mixing portion was held at room tem- 
perature, suggesting that H2 and Og are not reacted by ignition. 

Fig. 41 shows a relationship between passage off time and reactivity as observed when the reactor 1 0 is used over 
so a long period off time, and curve C shows the reactivity as observed when the reactor is used with Ho: 480 cc/min.; and 
02:480 cc/min. 

It indicates that when the reactor is used with H2: 480 cc/min.; Og: 480 cc/min., a lowering of reactivity Is scarcely 
observed even after operation for 18 hours. 

Fig. 42 shows a relationship between passage of time and water generation reactivity as observed when the reac- 
55 tor is used with the reactor temperature held to about 400^0 and the reactor has operated as long as 100 hours, and 
the curve A shows the case of H2:02 = 1000 ccMiin.: 1000 cc/min., the curve B the case of HgtOg = 1000 cc/min.: 500 
cc/min., and the cun/e C the case of H2:02 = 1500 cc/min.: 500 cc/min.. respectively 

As is dear from Fig. 42. even if the material gas is so-called oxygen rich gas (H2/02 < 14). or hydrogen rich gas 
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(H2/O2 > V4) the water generation reactivity is always held nearly to a le/el of 99%, indicating that even after long oper- 
ation for 100 hours, no deterioration of reactivity is confirmed. 

Second Embodimgnt 

5 

Rg. 43 shows a vertical aoss-sectional view of a reactor related to a second embodiment of the third and the fourth 
water-generating reactors according to this invention, and corresponds to a 1 2tii overall embodiment of a reactor of this 
invention. In Fig. 43, a reactor 21 Is formed to have a short cylindrical form, and at the same time, a diffusing member 
28 for diffusing a mixture gas is placed inside, thereby bringing gas in uniform contact with a platinum coating film 32. 
10 and with tiiis configuration, localized temperature rises of the platinum coating film 32 and the base carrier member is 
designed to be prevented. 

That is. in Fig. 43. numerals 21 designates tiie reactor. 22, 23 reactor body members, 24 a gas supply joint, 25 a 
water and moisture gas ta)«-out joint, 26 a filter flange, 27a reactor fixing bolt, 28 a gas diffusion ment^er, 29a, 29a' 
reflector plates, 30 a filter, 31 a filter retainer, and 32 the platinum coating film. The reactor 21 is formed in a short cylin- 
15 drical form by air-tightly linking tiie two stainless steel reactor main members 22, 23. 

A recess 22a, whose bottom surface is a plane, is provided inside one of the reactor body member 22. and a gas 
passage 24a of the gas supply jdnt 24, which is mounted on a rear surface, is in free communication with the recess 
22a. 

A recess 23a. whose bottom surface is spherical, is provided inside the other rector body member 23. and a water 
so and moisture gas passage 25a of the water and moisture gas take-out joint 25 mounted on a rear surface is in free com- 
munication with tile recess 23a. 

In addition, flanges 22b, 23b are respectively formed at the front surfaces of botii reactor main members 22, 23, 
and the reactor 21 is fabricated by air-tightiy welding and fixing the flanges 22b, 23b together via the filter flange 26,. 
In tills second embodiment, both flanges 22b, 23b are designed to be fixed by welding but botii flanges 22b, 23b 
£5 may be assembled and fixed separably by a clamp (illustration omitted) with a gasket installed intermediately (illustra- 
tion omitted). 

The gas diffusion member 28 comprises the reflector plate 29a. the filter 30. etc., and as shown in Rg. 43, it is 
placed in the recess 22a of the reactor proper member 22. 

That is. tiie reflector plate 29a has a cylindrical form with a bottom, its whole surfeice Is designed to be open, and it 
$0 is fixed in a position opposite the material gas inlet on the bottom surface of tiie reactor body member 22. Similarly, the 
reflector plate 29a' is fixed at a position opposite a water and moisture gas outiet at the bottom surface of the reactor 
body member 23. 

Gas injected in the reflector plate 29a tiirough tfie gas passage 24a of the gas supply joint first collides against a 
reflector plate bottom surface 29c, and then is injected in an arrow direction tiirough an open hole 29b provided on a 
35 peripheral wall 29d and diffused into the recess 22a, thereby uniformly passing through nearly a whole surface of the 
filter 30 and entering the recess 23a of the reactor body merhber 23. 

The gas injected into the recess 23a uniformly collides against and comes in contact with a whole surfece of the 
platinum coating film 32. and is tiiereby catalytically activated. 

In addition, water and moisture gas formed in the recess 23a is guided out of the water and moisture gas passage 
40 25a through tiie open hole 29b of the reflector of the reflector plate 29b. 

In the embodiment of Fig. 43, the reflector plate 29a' Is designed to be installed at a position opposite the water 
and moisture gas outiet, but tiie reflector plate 29a' may be omitted. However, by installing the reflector plate 29a', water 
generation reactivity can be improved by about 0.5 - 2.0%, and. in particular, it has been confirmed that in the case of 
hydrogen-rich reaction gas, the reflector plate 29a' achieves remarkable effects. 
45 A skinless steel filter with average 2 jim mesh is used as the filter 30, and a plating layer of about 1 pxr\ thick is 
used as the platinum coating f 3m 32. 

In tills second embodiment, tiie bottom surtece of the reactor body members 22. 23 are designed to be spherical, 
but one or both thereof may be formed as a plane(s). 

Furtiiermore, It is also possible to increase a deptii size of the reflector plate 29a as shown in tiie dotted line of Fig. 
60 43 and thereby suppress a gas volume passing tiirough a center portion of the filter 30. 

In addition, in this embodiment a disk type filter 30 is used whose whole surface is designed to be penetrated by 
gas, but in place of this, a filter 30 which has a filter portion (gas penetrating portion) at a peripheral surface portion only, 
may be used. By constructing tiie filter in this manner tiie reflector plates 29a, 29a' can be omitted. 

By installing the gas drffusion member 28 inside the reactor 21 . the platinum coating film 32 is never locally heated 
55 by reaction heat, and water generation can be conducted with nearly the whole area of the platinum coating film 32, 
maintaining it at about 500''C, and it has been verified that a specified amount of water can be generated safely and 
continuously under high water generating reactivtty and responsiveness conditions. 

Rg. 44 shows a third embodiment of the third and fourth water-generating reactors according to this invention, 
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which corresponds to a 13th embodiment of the water-generating reactor. In Fig. 44, a conical filter 35 is inserted into 
a reactor body member 34a forming a reactor 33, and at the same time, a platinum coating film 36 is formed over nearly 
a whole area of an inner surface of the reactor body member 34a. 

With the reactor 33 depicted in Fig. 44, it has been verified that, as with the embodiment of Fig. 43, a specified 
amount (about 1 liter/min. or more) of water can be stably generated under high reactivity and responsiveness condi- 
tions without causing local overheating of the platinum coating film 36. 

Regarding the filter 35 of Fig. 44. by making a center bottom portion thereof, opposite a water and moisture gas 
outlet, to be a non-gas penetrating portion, it is possible to further reduce an amount of unreacted gas and an improv • 
ment of water generation reactivity is possible. 

Fig. 45 shows a system outline of water-generating equipment using the third and fourth water-generating reactors 
according to this invention. In Fig. 45, designates hydrogen gas, O2 oxygen gas. N2 nitrogen gas for purge, MFCI - 
MFC5 mass flow controllers, - V5 valves, TC1 - TC6 temperature measuring thermocouples, CVi - CV5 check 
valves, Fi - F3 filters, 37a, 37b gas preheating coils. 38 an Og and H2 mixing portion, 39 an O2 and water mixing portion, 
and 40 a semiconductor manufacturing equipment 

Hydrogen gas H2 and oxygen gas O2 supplied to the reactor 33 are set to either 2:1 or 2:2. and. in general, an Og* 
rich mixture gas is supplied to the reactor 13. 

An O2 and H2 supply gas pressure is selected to be about 1.1 - 1.05 kg/cm^ with a flow rate of O2 = about 1000 
cc/min.. H2 = about 1 000 cc/min., r^pectively. and with 1 000 cc/min. of water being generated. 

The gas preheating coils 37a. 37b are Installed to heat the mixture gas or O2 gas to an optional temperature of 
about 200^C or lower, but when the mixture gas is room temperature, the gas preheating coil 37a is in general set in a 
nonoperating state. 

The reactor 33 is equipped with a heater and, where necessary, cooling equipment, during operation of the reactor 
33, the temperature being controlled to not allow reaction heat to heat the reactor 33 to over 500*C by adjusting the sup- 
ply rates (water generation rate) of O2 and Hg or by operating the cooling equipment. 

In addition, a tenperature of an oxygen and water mixture in the oxygen (O2) and water mixing portion 39 mounted 
in a vicinity of an outlet end of the reactor 33. is maintained constantly at atx>ut 120^*0 to prevent dew condensation of 
H2O on a pipe wall, and a heater is equipped as is required. 

In this water-generating equipment, the reaction gas is brought to the oxygen rich condition, but. as shown in the 
curve C of Fig. 42. needless to say. it may be a reaction gas in a hydrogen-rich condition. For example, when forming a 
silicon oxide film (SIO2) or other films, reducing gas can produce higher quality film. 

In Fig. 45, hydrogen and oxygen are to be supplied to the reactor 33 in gaseous form, but liquefied hydrogen and 
liquefied oxygen may be supplied instead. 

Furthermore, in the water-generating equipment of Fig. 45. hydrogen and oxygen are premixed at the mixing por- 
tion 38 and then supplied to the reactor 33, but hydrogen gas and oxygen gas may be independently supplied the reac- 
tor 33. and mixed in the reactor 33. 

In addition. In the water-generating equipment O2 is mixed with moisture. But. in addition to O2. H2 or an inert gas 
may be used as a diluting gas for adjusting oxidation and reduction power, or N^O may be used fbr improving interface 
characteristics of Si and SiOs- 

Using the water-generating equipment of Fig. 45. gas consisting of 1000 cc/min. of O2 and 1 000 cc/min. of Hg were 
supplied and 1000 cc/min. water was continuously generated for about 20 hours, and at the same time, impurity of the 
generated water and deterioration of the Pt coating film of the reactor were investigated. 

The impurity in the generated water was analyzed by a f lameless atomic absorption analysis, but the impurity com- 
ponents were all in an order of ng/m liter or less, and no impurity component that would cause a problem was detected. 

The Pt coated film was inspected by SEM observation, and there were partly discolored portions but peeling off of 
the Pt coating film or excessive change in quality caused by oxidation, etc. was hardly observed. 

In addition, it has been proven that reactivity tends to be slightly lowered with passage of time as shown in Fig. 41 , 
but since it is maintained at a value higher than about 95%, a practical amount of water generation can be Obtained 
even in O2 rich conditions. 

In the third and the fourth water-generating reactors of this invention, the platinum coating fflms are formed on sur- 
faces of inner walls of reactor bodies forming the reactors for contacting and activating the O2 and Hg gas. 

As a result, a platinum consumption rate decreases as compared that of a conventional reactor using platinum foil, 
platinum pipe or nickel pipe with platinum plating as the catalyst material. Also, construction of the reactors themselves 
can be simplified, manufacturing costs can be reduced, and, at the same time, the reactor bodies can be greatly down- 
sized, as compared to conventional reactors which use nickel, etc. as the reaction material. 

In addition, because a gas diffusing device Is installed inside each reactor body, the platinum coating film, the cat- 
alyst material, is not locally heated. 

As a r - suit, peeling of the platinum coating film, or surface degradation due to oxidation, etc. , can be effectively pre- 
vented while stable water generation can be continuously carried out under high reactivity and high responsiveness 
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conditions. 

Furthermore. backfireiDrevention functions are provided by the fitter forming the gas diffusion member, so that, for 
exanrpte. e\^en if the mixture gas of : O2 « 2 : 1 fills the rector under atmospheric pressure and the mixture gas is 
ignited at the downstream end (secondary end), a flame does not propagat to the upstream end (primary end). 
5 As a result, when the filter is used as a gas diffusion member, explosion prevention is greatly improved in the reac- 
tor. 

As described above, the rector for the third and the fourth water-generating equipment of this invention can supply 
mixture gas directly to the reactor inside, without requiring preheating of the mixture gas. by utilizing the high catalyst 
characteristics of platinum, and even if oxygen-rich or hydrogen-rich mixture gas is used, a practical water generation 
10 amount of 1 000 cc/min. or more can be easily be obtained safely with a oonparatively compact reactor body, and excel- 
lent practical effects can be achieved. 

Process for Fonminq Platinum CoatinQ Catalvst Lave r in Water-generatinq reactor 

IS The water-generating reactor of Rg. 43 has excellent effects as follows: (1 ) an amount of platinum used is reduced, 
costs for manufacturing the reactor are lowered, and construction of the reactor is simplified as compared to reactors 
using platinum foil or platinum pipe, platinum plated nickel pipe, etc. as catalytic materials, and (2) by making best use 
of the high catalytic characteristics of platinum, the mixture gas can be supplied direaly into the reactor without preheat- 
ing and even with an oxygen rich or hydrogen rich mixture gas, water in an amount required for practical application, 

20 exceeding 1 liter/min., can be safely generated. 

However, when the platinum coating film is directly formed on a metallic substrate, the platinum coating film some- 
times suddenly loses catalytic activity when water generating is canried out over a long time. 

That is, upon feeding H2 and O2, even at room temperature, the mixture gas (Hg + O2) reacts and water is gener- 
ated, but when water generation takes place continuously over a long time, the platinum coating film sometimes losses 

25 the catalytic activity. 

Rg. 46 shows a condition of loss of catalytic activity in which platinum coating films are formed by the following 
processes (A) and (B) using a reactor of the construction of Rg. 38, with the catalytic activity being lost when the reactor 
is continuously operated for a long time. 

30 (A): After the inner surface of stainless steel which forms the reactor is polished and cleaned to remove a passive- 
state film, a Ni film of about 0. 1 ^m thick is formed by plating, and a platinum film about 0,3 pm thick is formed by 
plating on this Ni film. 

(B): After tiie inner surface of stainless steel which forms the reactor is polished and cleaned to remove the passive 
35 state film, an Au film about 0. 1 pm tfiick is formed by plating, and a platinum coating film about 1 im tiiick is formed 
by plating on this Au film,. 

In Fig. 46. curve A^ showvs changes of a reaction rate of Hg and O2 witii passage of time when sample A is used at 
300*^0, while cun^e Ag shows changes of reaction rate with time when tiie sample A temperature is lowered from 300''C 
40 to 120^C. 

Similarly, in Rg, 46, curve shows changes of a reaction rate of and O2 with time when sample B is used at 
400''C, while curve B2 shows changes of reaction rate with time when ttie sample 6 temperature is lowered from 400''C 
to120»C. 

Test conditfons, such as dimensfons of the reactor, amounts of and O2 supplied to tiie reactor, etc., are the same 
45 in each test. 

As is dear from Fig. 46. in sample A, when at the 3Q0*C temperature, the reaction rate, which is about 98% at tiie 
beginning, lowers to a level of about 70% after it is used for 5 hours (curve A^). 

When tiie reaction ratio is measured with the temperature lowered from 300<*C to 120°C, the lowering of the reac- 
tion rate is more emphasized, as is shown in curve A2, and the reaction rate, which is about 98% at the beginning, low- 
60 ers to about 28% after 5 hours (curve A2). 

Similarly, for sample B, when carried out at 400X, the reaction rate, which is about 98% at the beginning, lowers 
to about 93% after it is used for 2 hours (curve B^); and when the temperature is lowered from 400°C to 1 20°C, the reac- 
tion rate is about 38% (curve B2). 

The inventors conducted an XPS analysis on the stainless steel inner surface after water was generated with tiie 
55 sample A (0.1 ^imNi + 0.3 ^mPT) and sample B (0.1 pmAu - 0.3 pmPt) for 3 hours at 400X, under the same O2 and 
H2 supply conditions in order to investigate the causes of the falling catalytic activity (that is, falling reaction rate) of tiie 
platinum coating film as desaibed above. 

Rg. 47 shows XPS analysis results of the external surface of sanr^le A. and Rg. 48 XPS analysis results of the 
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external surface of sample B, respectively. 

In Fig. 47 and Fig. 48. the abscissa is expressed in etching time, with 1 minute of etching time corresponding to a 
film thickness of about 60-70 A. 

As is clear from Fig. 48, in the case of sample B. Fe and O exist in large amounts in the surface layer portion of the 
5 coating f 9m on the stainless steel surface after it is used for 3 hours, and the existing amount of Pt is extremely small 
(about 5%). That is, it Is indicated that since the external surface layer portion of the coating film is occupied by iron 
oxides such as FeO, etc., and the Pt component is decreased, the lowering of the reaction rate results. 

Similarly, as clear from Fig. 47, in the case of sample A, it is suggested that the sur^ce layer portion of the coating 
film on the stainless steel inner surface after it is used for 3 hours is occupied by Ni and O. and the Pt component is 
10 nearly zero. 

That is, the results displayed in Fig. 47 and Fig. 48 indicate that because of the temperature rise of the substrate 
stainless steel or Ni film caused by the reaction heat when water is generated. Ni or Fe is diffused In the platinum coat- 
ing film from the substrate metal, and this Is oxidized in the platinum coating film by tiie oxidizing environment, which is 
a main cause of loss of catalytic activity of the platinum coating film. 
IS The test results of Rg. 47 and Fig. 48 indicate that a material which does not contain any Ni or Fe component and 
which does not generate oxides in tiie platinum coating film is best suited as a substiBte film (barrier film) to be formed 
on the stainless steel surface. 

Therefore, the inventors of this invention have reached ttie conclusion that the high catalytic activity of platinum 
coating film can be maintained over a long period of time even at a high temperature by using a film which suqaerbly 
so functions to prevent metal diffusion caused by heat as a t>arrier film intermediately installed between the stainless steel 
and the platinum coating film. 

Based on the above-mentioned conclusion, tiie inventors of this invention have formed platinum coating catalysis 
layer as combinations of barrier films of various materials and platinum coating films on inner surfaces of stainless-steel 
wate-generating reactors, and at tiie same time, have carried out water generating tests using each platinum coating 
25 catalyst layer and Investigated changes of the water generation reaction rates (catalytic activity) occurring with time. 

This invention of a process of forming platinum coating catalysis layers of water-generating reactors is based on 
the above-mentioned investigation results. 

Embodiments of the Process for Forming Platinum Coating Catalytic Layers 

30 

Fig. 49 shows a vertical, sectional view of a water-generating reactor for practicing tiie process of forming the plat- 
inum coating catalysis layer of this invention, and in Rg. 49, numeral 21 designates a reactor, numerals 22, 23 reactor 
bodies, numeral 24 a gas supply joint, numeral 25 a joint for removing water and moisture gas, numeral 26 a filter 
flange, numeral 27 a reactor fixing bolt, numeral 28 a gas diffusing member, numerals 29a, 29a' reflector plates. 
35 numeral 30 a filter, numeral 31 a filter retainer, and numeral 41 a platinum coating catalyst layer. The reactor 21 is 
formed in a short cylindrical shape by air-tightly linking two stainless steel (SUS316L) reactor bodies 22, 23. 

Because the structure of tiie water-generating reactor of Fig. 49 is identical to the fourth water-generating reactor 
of this invention described in conjunction with Fig. 43, a detailed explanation will be omitted. 

In the water-generating reactor of Fig. 49, tiie platinum coating catalyst layer 41 is formed on the entire inner sur- 
40 face of tiie reactor body 23 made of SUS316L and, as shown in Rg. 50, after a TiN bamer film 42 is formed on the inner 
surface of the reactor body 23. a platinum coating film 43 is fomned on the barrier film 42. Tiie platinum coating catalyst 
layer 41 according to tills invention is formed of tiie ban-ier film 42 and the platinum coating film 43. 

A thickness of tiie platinum coating film 43 is preferably from 0.1 ^mto 3 ^m, and, in tiiis embodiment, the platinum 
coating fDm 43 is formed to be about 1 ^m thick. 
45 A tfiickness of tiie barrier film 42 is preferably from 0.1 ^im to 5 \m, and in Fig. 50. tiie TiN barrier film 42 is about 
2 Mm tiiick. 

Specific Example of Process for Forming Platinum Coating Catalyst Uver 

so In forming tiie platinum coating catalyst layer 41, the recessed inner surface of the reactor body 23 formed in a 
specified shape is properly surface-treated and various metal oxide films and passive-state films naturally formed on a 
stainless steel surface are removed. Any metiiod may be used for this surface treatinent. 

When tfie surface treatment of the inner surface of tiie recess 23a is completed, tiie ban^ier film 42 of TiN is formed. 
In this enlbodiment. a TiN barrier film 42 about 2 ^m thick is formed by an ion plating method. 
s$ For this barrier film 42. TiC, TiCN. Ti AIN. etc. may be used In addition to TiN, 

The thickness of the banier film 42 is suitably from 0.1 ^im to 5 ^m as described above. This is because if tiie thick- 
ness is less than 0.1 ^m. tiie barrier functions are unable to be satistectorily carried out, and. on tiie conti'ary, if the thick- 
ness exceeds 5 fim. it takes undue time to fomi tifie bamer film 42 itself. Even if tiie thickness is more than 5 )im, its 
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function to prevent metal diffusion from substrate stainless steel scarcely changes, and moreover, peeling-off. etc. of 
the barrier film 42, caused by differences of expansion, etc. may occur upon heating. 

In addition to the ion plating method, it is possible to use an ion sputtering method, PVD method such as vacuum 
vapor deposition method, etc. or chemical vapor deposition method (CVD process), hot press method, thermal spraying 
6 process, etc. as the method to form the ban'ier film 42. 

Upon conpletlon of the barrier film 42. the platinum coating film 43 is subsequently formed on the ban'ier film. In 
this embodiment the platinum coating film 43 of about 1 ^im is formed by the ion plating method. 

The thickness of the platinum coating film 43 is suitably from 0.1 ^im to 3 fim as descrbed above. This is becausb 
if the thickness is 0.1 \im or less, the film has difficulty causing the catalytic activity over a long period of time, and, con- 
10 versely, if the thickness exceeds 3 |im. the cost of forming the platinum coating film 43 rises; and even If it is formed to 
be 3 iim or more, there is scarcely any significant difference in the catalytic activity or its working period, and, in addi- 
tion, peeling-offf due to expansion differences, etc. may occur at the time of healing. 

As the method to form the platinum coating film 43, it is possible to use an ion sputtering method, a vacuum vapor 
deposition method, a chemical vapor deposition method, a hot press method, etc. in addition to the ion plating method; 
IS and, in addition, if the barrier film 42 is made off an electrically conductive material such as TIN. etc., a plating process 
maybe employed. 

Rg. 51 shows changes with time of a water reaction rate In a water-generating reactor in which the platinum coating 
catalyst layer 41 has been formed by this invention. 

First of all. the recess 23a of the reactor body 23 of the reactor 1 of Fig. 49 was surface-treated using chemical 
20 detergent, and then, as the barrier film 42. a TIN film of about 2 ^m thick was formed by the ion plating method, and 
then, a platinum coating iilm 43 of about 1 \irr\ thick was further formed on it by the ion plating method. And, using this 
water-generating reactor equipped with this platinum coating film 43. a water generating test was carried out at 400°C 
for a total of 10 hours by allowing H2 to flow at 600 cc/min. and O2 at 500 cc/min. 

That is. 1) tennperature was lowered to 120**C right after water began to be generated at 400*'C (when T O Hr). 
25 and under this condition, a first water generation reaction rate was measured, 2) then, after the temperature was 
allowed to return to 400*G and water was generated for 1 hour (when T = 1 Hr), temperature was again lowered to 
120'C and a second measurement was carried out on the water generation reaction rate. 3) and further, after the tem- 
perature was again allowed to return to 400*^0 and water was generated for 2 hours (T =s 3 Hr), temperature was low- 
ered to 120°C and a third measurement was carried out on the water generation reaction rate. 4) and thereafter, after 
30 the ten^erature was allowed to return to 400*C and water was generated for 7 hours (T = 10 Hr). at this point, the tem- 
perature was lowered to 120<'C and a fourth measurement was carried out on the water generation reaction rate. 

In the water generation test in which the temperature was lowered to 120*^0, 02 was allowed to flow at 50 cc/min. 
and H2 at 50 cc/n^n. into the inside of the water generating furnace and the water generation rate was measured. 
The curve A of Fig. 51 shows the water generation reaction rate measured when temperature was lowered to 
35 120^*0 in cases 1) -4). 

The reason why the water generation reaction rate was measured witii the temperature lowered from 400*^0 to 
120<'C Is that, as is clear from Rg. 46. the lower the temperature, the more greatly is the change of water generation 
reaction due to deterioration. 

The water generation reaction rate is computed from a measured amount of generated water and measured 
40 amounts of O2 and H2 supplied. 

The curve B of Rg. 51 shows measurement results of a water generation reaction rate under exactiy the same con- 
ditions as for curve A, using the reactor 21 in which the Ni barrier film, about 2^m thick, was formed on the surfaces 
defining the recess 23a of tiie reactor body 23 of the same shape by the ion plating method and then the platinum coat- 
ing film 43, about 1 pm tiiick. was formed on the NI bamer film by the ion plating method. 
45 As is clear from a comparison between tiie curve A and the curve B in Fig. 51 , when the TIN barrier film 42 is pro- 
vided {curve A). It is possible to hold the catalytic activity of the platinum coating catalyst layer 41 at a neariy constant 
high catalytic activity state over a long period of time. 

The curve A of Fig. 51 shows changes witii time of ttie water generation reaction rate observed when the 2fim-thick 
TiN banrier film 42 was provided. Further, measurements were also taken on changes with time of the water generation 
60 reaction under the same conditions as tiiose of the curve A of Fig. 51 in the cases in which TiAIN, TiC, TiCN, and AI2O3 
banier films 2 tiiick were provided. As a result, witii each of these bamer films, the changes of the water generation 
rate with time were nearly Identical to those obtained with tiie TiN ban'ier film and an undue lowering of tiie water gen- 
eration reaction rate was not observed. 

As described above, since the changes of the water generation reaction rate with time can be satisfactorily pre- 
65 vented even witii tiie AI2O3 banier film, it is assumed tiiat the changes of the water generation reaction rate with time 
can be effectively prevented as with the case of TiN banrier f ilm even if the barrier film is made of other oxides or nitrides, 
for example. CrgOa. SlOg. CrN. etc. 

Table 6 shows results of an analysis of ti-ace elements in generated water obtained when water generation was car- 
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ried out at 400**C for a total of 1 0 hours using the water-generating reactor of Rg. 49, to which this invention was applied 
(the one used for the measurement of curve A of Rg. 51). 



TABLE 6 



Element 


f=e 


Cr 


Ni 


R 


Detection concentration (ng/mLs ppb) 


0.17 


0.037 


<0.05 


<0.01 


Detection limit off the detector (ppb) 


0.02 


0.02 


0.05 


0.01 



An analysis of above trace elements was conducted by a graphite reactor heating*atomic absorption analysis proc- 
ess (polarization Zeeman atomic absorption photometer available from Hitachi) for Fe, Cr and Ni, and by an ICP mass 
spectrometry (ICP mass spectrometer available from Sdko Denshi) for Pt. 

As is clear from Table 6, trace elements in the generated water are all extremely insignificant. It is clear that Pt is 
scarcely dissolved into water from the platinum coating film 43, because Pt existing in the measuring system is only the 
portion of the platinum coating film 43. 

In the process for forming the platinum coating catalyst layer of this Invention, after the inner wall sirface of the 
water-generating reactor is cleaned, the barrier film of TiN. etc. is formed on it. and thereafter the platinum coating film 
is fbmfied on the barrier film. 

As a result, even when the reactor body is heated to a high temperature of about 400*»G., diffusion of metal compo- 
nents of the substrate forming the reactor body into the platinum coating film can be almost completely prevented by 
the barrierf ilm of TiN, etc., and the rate of formation of metal oxides in the platinum coating film can be greatly reduced, 
and the high catalytic performance of R Is able to be stably maintained over a long period of time. 

It is possible to economically form the platinum coating catalyst layer 41 in high efficiency and with a minimum 
amount of platinum on the surface of the stainless steel reactor body, and at the same time it is possible to maintain the 
water generation reaction rate of the reactor at a nearly constant level over a long period of time while, at the same time, 
the generated water is not contaminated with dissolution of R. 

Claims 

1 . A process for generating water from hydrogen and oxygen in which hydrogen and oxygen are supplied into a reac- 
tor equipped with a material having catalytic action to activate a reactivity of hydrogen and/or oxygen and the reac- 
tor tenrperature is maintained below an ignition temperature of hydrogen and gas containing hydrogen to allow 
hydrogen and oxygen to react and generate water while preventing combustion of hydrogen and oxygen. 

2. The process for generating water of dalm 1 wherein hydrogen and oxygen are allowed to react while tenrperature 
at a vicinity of a hydrogen and oxygen inlet end of the reactor is held to 20Q'>C to 500**C and temperature in a vicinity 
of a water outlet end of the reactor is held to about 600''C or lower. 

3. The process for generating water of claim 1 wherein a supply ratio of a volume of hydrogen gas to that of oxygen 
is set to 1 :not less than 0.5 or 1 :not higher than 0.5. 

4. The process fbr generating water of daim 1 . claim 2, or claim 3 wherein the water generated in the vicinity of an 
outlet end of the reactor is diluted and gas containing water of an optional concentration is guided out 

5. A water-generating reactor in which cylinders made of a material having catalytic action that can activate a reactiv- 
ity of hydrogen and/or oxygen or a material whose surface is covered with the material having the said catalytic 
action are placed in a casing to form passages tiirough which hydrogen and oxygen flows while making contact 
with inner wall surfaces and/or outer wall surfaces of the cylinders, and a heater is placed outside or inside of the 
casing. 

6. The water-generating reactor of dalm 5 wherein hydrogen and oxygen are introduced into the inside of at least one 
of the cylinders and guided therein to flow towards the outlet end, tiiOT guided outside the cylinder to return to flow 
towards the inlet end. and Is thereafter introduced into the inside of another cylinder from the Inlet end and guided 
therein to flow towards the outlet end. 

7. The water-generating reactor of claim 5 or claim 6 wherein the cylinder is a pipe made of nickel. 
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8. The water-generating reactor of claim 5 wherein the cylinder comprises nickel, stainless steel, and lHastelloy cylin> 
der portions connected In series, or nickel and stainless steei cylinder portions connected in series, with the nickel 
portion located at a water outlet end of the reactor. 

5 9. A water-generating reactor in which columns filled wWh granules made of a material having catalytic action tiiat can 
activate reactivity of hydrogen and/or oxygen: 

sintered material of powders or fibers made of the material having the catalytic action; 

10 laminates or honeycomb bodies comprising thin sheets made of the material having the catalytic action; 

mesh bodies, sponge bodies, or fin-shaped bodies made of the material having the catalytic activity; 

or granules, sintered materials, ttiin sheet laminates, honeycomb bodies, mesh bodies, sponges or fin-shaped 
IS bodies whose surfaces are covered witii the material having the catalytic activity are placed or two or more of 

these are placed in a casing, and passages are formed for allowing hydrogen and oxygen to flow therethrough 
while coming in contact with said granules, sintered materials, laminates, honeycomb bodies, mesh bodies, or 
fin-shaped bodies, and at the same time, a heater being placed outside or inside the casing. 

a? 10. TTie water-generating reactor of claim 9 wherein the material having catalytic action is nickel. 

11. The water-generating reactor of claim 5 or claim 9 wherein a hydrogen and oxygen preheating portion is Installed 
at a portion for introducing hydrogen and oxygen into the casing. 

25 12. The water-generating reactor of claim 5 or claim 9 wherein a whole or part of a surfoce of the catalyst material in 
the reactor or a whole or part of a surface in contact with gas of tiie casing, including fbnAerd and backward piping 
systems, is mirror-surfaced-finished. 

1 3. The water-generating reactor of claim 5 or claim 9 wherein a whole or part of the casing, including the forward and 
30 backward piping system of tiie reactor, is made of heat-resistant metal or corrosion-resistant metal. 

14. The water-generating reactor of claim 5 or claim 9 wherein a whole or part of the surface of the casing in contact 
with gas, including the fonA/ard and backward piping system, is covered with oxidation-resistant, reduction- resistant, 
or corrosion-resistant protection film, or is provided witii surface-treatment having a performance equivalent to that 

35 of tiie protection film. 

15. A water-generating reactor comprising a metal reactor body provided with an inlet and a water and moisture gas 
outiet and a platinum coating film provided on an inner wall surface of tiie reactor body, wherein hydrogen and oxy- 
gen supplied from tiie Inlet are brought in contact witii the platinum coated film to activate a reactivity and water is 

40 generated from the hydrogen and tiie oxygen. 

16. A water-generating reactor comprising a reactor body of heat-resistant material having an inlet and a water and 
moisture gas outiet. a gas diffusing member in an internal space of tiie reactor body, and a platinum coating film on 
an Inner wall surface of the reactor body wherein hydrogen and oxygen supplied from tiie inlet and diffused by tiie 

45 gas diffusing member are brought into contact with the platinum coating film to activate a reactivity, and water is 
thereby generated from the hydrogen and oxygen. 

17. The water-generating reactor of claim 15 or claim 16 wherein tiie reactor body is made from heat-resistant metal, 
and the platinum coating film is 1 oA to 0.5 mm thick and is formed by one of a plating method, a sputtering method. 

60 a vapor deposition metiiod, a cladding method, an ion plating metiiod and a hot press method. 

18. The water-generating reactor of claim 15 or claim 16 wherein tiie reactor Isody is made from heat-resistant metal, 
and the platinum coated film is a film loA to 0.5 nun thick formed on a barrier film of a non-metal material on tiie 
inner wall surface of tiie reactor body by one of a plating method, a sputtering method, a vapor deposition method. 

ss a cladding metiiod. an ion plating metiiod, or a hot press metiiod. 

19. The water-generating reactor of claim 15 or claim 16 wherein the gas supplied to the reactor body is an oxygen rich 
gas whose ratio of oxygen to hydrogen H2/O2 ie H^/Oz < or a hydrogen rich gas whose ratio of oxygen is hydro- 
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gen H2/O2 is H2/O2 > V^. 

20. The water-generating reactor of daim 16 wherein the gas diffusing member comprises a reflector plate located 
opposite the inlet and a filter located downstream of the reflector plate or a reflector plate located opposite the inlet, 

5 a filter located downstream of the reflector plate, and a reflector plate located opposite the water and moisture gas 
outlet. 

21. The water-generating reactor of daim 16 wherein the gas diffusing member comprises a cylinder, cone, or disk 
made of a filter placed opposite the inlet 

10 

22- The water-generating reactor of claim 16 wherein the gas diffusing member comprises a disk placed opposite the 
inlet and having a filter at a periphery portion. 

23. The water-generating reactor of daim 1 8 wherein the barrier film is made of at least one of TiN. TiC. TiCN, or TiAIN. 

IS 

24. A process for controlling temperature of a water-generating reactor which has a catalyst in a casing that can acti- 
vate reactivity of hydrogen or oxygen and in which hydrogen and oxygen are allowed to react with each other to 
generate water at high temperatures, wherein an upstream-end temperature of hydrogen and oxygen under reac- 
tion in the said water-generating reactor Is held lower than that of a downstream-end temperature. 

20 

25. The process for controlling temperature of the water-generating reactor of claim 24 wherein the upstream-end tem- 
perature off hydrogen and oxygen under reaction is held In a range of from 200*0 to 500**C and the downstream- 
end temperature is held at about eoo^'C or lower. 

25 26. A process for controlling temperature of a water-generating reactor which has a catalyst in a casing that can acti- 
vate a reactivity of hydrogen or oxygen and in which hydrogen and oxygen are allowed to react at high tempera- 
tures to generate water, wherein areas of contact between the catalyst in the casing and a mixture gas are smaller 
on upstream-end reacting gases than on a downstream-end reacting gases to reduce reaction amounts of oxygen 
and hydrogen so that a temperature rise at the upstream-end reacting gas is prevented.. 

30 

27. A process for controlling temperature of a water-generating reactor which has a catalyst in a casing that can acti- 
vate reactivity of hydrogen and/or oxygen and in which hydrogen and oxygen are allowed to react at high temper- 
atures to generate water, wherein a catalytic action of the catalyst in the casing is designed to be smaller on 
upstream-end reacting gases than on downstream-end reading gases to reduce reaction amounts of oxygen and 

3s hydrogen so that a temperature rise on the upstream-end reaction gases in the casing is prevented. 

28. A process fbr controlling temperature of a water-generating reactor which has a catalyst in a casing that can acti- 
vate reactivity of hydrogen and/or oxygen and in which hydrogen and oxygen are allowed to react at high temper- 
atures to generate water, wherein positions for supplying gases to come in contact with the catalyst in the casing 

40 are scattered to reduce readion amounts of oxygen and hydrogen at the upstream end so that temperature rises 
of upstream-end reacting gas in the casing is prevented. 

29. A process for forming a platinum coated catalyst layer in a water-generating reader in which a platinum coated film 
formed on an inner wall surface of a metal reader body having an inlet as well as a water and moisture gas outlet 

45 serves as a catalyst for activating a reactivity of hydrogen and oxygen supplied from the inlet, witii the oxygen and 
hydrogen being brought into contact with the platinum coating film to generate water from the hydrogen and oxygen 
in the reactor, wherein the inner wall surface of the said metal reactor body is surface-treated by cleaning, then a 
barrier film of nonmetallic material of oxides or nitrides is formed on the inner wall surface of the reactor body, and 
thereafter the platinum coated film is formed on the ban^ierfilm. 

so 

30. The process for forming the platinum coated catalyst layer in the water-generating reactor of claim 29 wherein the 
ban-ier film is made of one of TiN, TiC, TiCN, TiAIN, AlaOa, Cr203, Si02, and CrN. 

31. The process for forming the platinum coated catalyst layer in the water-geneiating reactor of claim 29 wherein the 
55 reactor body is made of stainless steel and the barrier film Is a film made off Ti N. 

32. The process for forming the platinum coated catalyst layer In the water-generating reactor of claim 29, claim 30. or 
claim 31 wherein the thickness of the barrierf ilm is 0.1 - 5 ^m and the barrier film is formed by an ion plating method 
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or a sputtering method. 

33. The process tor forming the platinum coated catalyst layer in the water-generating reactor of claim 29, claim 30. 
claim 31 or claim 32 wherein the thickness of the platinum coated film is 0.1 - 3 ^m and at the same time the plat- 
inum coated film is formed by an ion plating method or a sputtering method. 
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FIG. 22 
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